
TITLE OF THE INVENTION 

PERPENDICULAR MAGNETIC RECORDING SYSTEM 

BACKGROUND OF THE INVENTION 
5 1. Field of the invention 

The present invention relates to a perpendicular magnetic 
recording system using a perpendicular magnetic recording medium 
(double layered perpendicular magnetic recording medium) having a 
soft magnetic underlayer. 
1A 2. Description of the related prior art 
■7= In perpendicular magnetic recording systems using a double 

j= layered perpendicular magnetic recording medium, magnetic flux 
i]7 extending from a main pole of a recording head follows a magnetic 

path that runs through a soft magnetic underlayer of the double 
l]5§ layered perpendicular recording medium to enter an auxiliary pole 
1=5 of a magnetic head and then returns to the main pole. Conventional 
|T perpendicular magnetic recording media have adopted soft magnetic 
underlayers of greater design thicknesses so as to avoid magnetic 
saturation of the soft magnetic underlayers. 
20 Fig. 4 is a diagram explaining the cross section of a path 

through which magnetic flux flows on a conventional model. As 
shown in Fig. 4, in order to prevent a soft magnetic underlayer 6 
of a perpendicular magnetic recording medium from being saturated 
by the magnetic flux from a main pole 1 of a magnetic head, it is 
25 considered that the limit of the prevention is determined by both 
the area of the cross section 11 of the magnetic flux inside the 
soft magnetic underlayer, through which the magnetic flux 
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extending from a top face 10 of the main pole passes, and the 
saturation flux density of the soft magnetic underlayer 6, and it 
is necessary to satisfy the following relational expression: 

5 T ww x T bl x B S2 > T ww x T m x B S1 , 

i.e., 

T bl * B S2 > T m x B S1 , (1) 

1Q 

%J wherein T ww is the track width of the main pole 1, B S1 the 

Iff saturation flux density of the main pole 1, T m the thickness of the 

y= main pole 1, B s2 the saturation flux density of the soft magnetic 

underlayer 6, and T bl the thickness of the soft magnetic underlayer. 
im In view of this, perpendicular magnetic recording media have been 
p provided with a thick soft magnetic underlayer. 

fj: For example, Japanese Patent Laid-open Publication No.Hei 10- 

283624 describes a double layered perpendicular magnetic recording 
medium having a soft magnetic underlayer of 600 nm in thickness. 

20 In conventional ideas, for example, the saturation flux 

density B s of a main pole of 1.6 T, the thickness T m of the same of 
0.5 (Jim, and the saturation flux density B s of a soft magnetic 
underlayer of 1.2 T combine to require, according to the 
expression (1), the thickness T bl of the soft magnetic underlayer 

25 as great as 0.67 £tm or more. This is no less than ten times the 
thickness of the magnetic recording layers of current in-plane 
magnetic recording media which is no greater than several tens of 
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nanometers. Given here that the growth rates are nearly equal, the 
growth time becomes more than ten times, causing a drop in 
production efficiency and a rise in cost. Moreover, the 
consumption of the target used in the sputtering also increases 
for a cost increase. Besides, greater thicknesses deteriorate 
surface roughness because of inhomogeneous grain growth. This 
causes a problem since high-density magnetic recording media 
require low surface roughness for the sake of reducing head-medium 
spacing. Accordingly, conventional double layered perpendicular 
magnetic recording media were disadvantageous as compared with in- 
plane magnetic recording media and single layered perpendicular 
magnetic recording media. 

To avoid the saturation of a soft magnetic underlayer without 
thickening the soft magnetic underlayer, it is necessary to thin 
the main pole of the magnetic head or raise the saturation 
magnetization (Bs) of the soft magnetic underlayer significantly. 
Nevertheless, when the recording layer of the medium has a 
relatively high coercivity (He) , the intensity of write magnetic 
field must be increased, and the thinning of the main pole 
produces a problem of main pole saturation. 

Furthermore, there are other problems including that no 
material has been found which can increase the saturation 
magnetization of soft magnetic underlayers considerably. 

SUMMARY OF THE INVENTION 

In view of such problems in the conventional art, it is an 
object of the present invention to provide a perpendicular 



magnetic recording system in which a soft magnetic underlayer of a 
double layered perpendicular magnetic recording medium is 
prevented from saturation while the soft magnetic underlayer is 
designed in a thickness smaller than heretofore. 

The present inventor has found that the track width of a 
recording head and the effect of the track ends can be 
incorporated into the design of thickness of a soft magnetic 
underlayer to reduce the soft magnetic underlayer in thickness 
when the track width is small. With reference to Figs. 1 and 2, 
description will be given of the relational expressions which the 
present inventors have found in connection with the thicknesses of 
soft magnetic underlayers of double layered perpendicular magnetic 
recording media. 

Fig. 1 is a schematic diagram of the top of a recording head 
as seen from the floating surface, or a diagram explaining the 
magnetic flux inside a soft magnetic underlayer. Magnetic flux 3 
extending from a main pole of a magnetic head for recording 
magnetization transitions on a magnetic recording medium passes 
through a soft magnetic underlayer of the magnetic recording 
medium to return to an auxiliary pole 2 of the magnetic head. The 
paths through which the magnetic flux 3 flows can be classified 
into paths A-C. The path A runs at the track center, nearly 
straight across the opposed faces of the main pole 1 and the 
auxiliary pole 2. The paths B return from the sides of the main 
pole 1 to the auxiliary pole 2. The paths C return to the 
auxiliary pole 2 around behind the ends of the main pole 1. Then, 
the main pole 1 can be divided into a region I at the track center, 
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provided with the path A alone, and regions II on both sides, each 
provided with the three paths A, B, and C. 



pole 1 of the magnetic head and a soft magnetic underlayer 6 of a 
5 double layered perpendicular magnetic recording medium, or a 
diagram explaining the cross sections of paths through which 
magnetic flux flows. Assume here that the width of each region II 
of the main pole 1 is W s . Besides, let T m stand for the thickness 
of the main pole 1, T ww the track width of the main pole 1, B sl the 
lfk saturation flux density of the main pole 1, T bl the thickness of 

the soft magnetic underlayer 6, and B s2 the saturation flux density 
\% of the soft magnetic underlayer 6. The limit to which the soft 
ill magnetic underlayer 6 is not saturated by the magnetic flux 

extending from the region I of the main pole 1 is reached when the 
ljfj product of the top area of the region I of the main pole 1 and the 
j=S saturation flux density B S1 equals to the product of the parallel - 
rj; to- surface area of the soft magnetic underlayer 6 to make the path 
A and the saturation flux density B s2 . In other words, at the time 
when the following expression holds: 



Fig. 2 is a schematic diagram showing the top of the main 



20 



B S2 x T bl x ( Tww - 2W S ) - B S1 x T m x (T MM - 2W S ) . 



The foregoing expression is arranged into the following 



expression (1'): 
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Like the region I, the regions II need to satisfy the 
relations between the products of area and saturation flux density 
for all the three paths A, B, and C mentioned above. More 
specifically, the following expression needs to be satisfied: 

Bx (T x w + T XW + T X T)=B x T x w 
S2 * x bl W S A bl "S A bl ^m' D S1 x m "s 



Hence 



lft B s2 x T bl x ( 2 W S + T n ) - B S1 x T m x w s . (2) 

j^j The expression (2) makes a sufficient condition when the 

77 distance between the main pale 1 and the auxiliary pole 2 is 

nearly equal to or greater than the thickness T m of the main pole 1, 
ljlK and the track width is nearly equal to or smaller than the same. 
■=5 In this case, the maximum limit of is twice W s , or 

T ww = 2 Wg . ( 3 ) 

20 The expressions (2) and (3) lead to the following expression (4): 

T bl - (B S1 x T m x T w ) / 2(B s2 x ( Tm + Tw J ) (4) 

The expression (4) is based on the assumption that the 
25 magnetic flux from the main pole 1 enters the soft magnetic 

underlayer 6 and returns to the auxiliary pole 2 without any loss. 
In reality, the expression (4) is a sufficient condition, not a 
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necessary condition. Thickening the soft magnetic underlayer 6 
more than necessary entails a number of problems as described 
above. Thus, the thickness T bl of the soft magnetic underlayer 6 
turns out to be sufficient if it satisfies the following 
5 expression (5) : 

T bl < (B sl x Tm x Tww ) / 2(B S2 * (T ro + T^) ) (5) 

The calculations obtained for the sake of confirming the 
1A foregoing relation as to the thickness T bl of the soft magnetic 
C\ underlayer 6 are shown in Fig. 3. Fig. 3 is a graph showing the 
r5 maximum intensities of write magnetic field obtained under the 
£ main pole of a magnetic head (the maximum values were obtained 

since the magnetic field under a main pole is not completely 
IS uniform, having some distribution) while changing as the thickness 
T bl of the soft magnetic underlayer of a magnetic recording medium, 
ill with the track width T ww of the main pole of 0.4 Mm. Here, the 
ordinate is normalized with the maximum intensity of write 
magnetic field with the thickness of the soft magnetic underlayer 
20 of 0.5 (Jim. The curve indicates the normalized write field 

intensity which drops from "1" as the soft magnetic underlayer 
decreases in thickness. This is ascribable to the degradation of 
the soft magnetic underlayer because of saturation. 

The chart shows with arrows a thickness of the soft magnetic 
25 underlayer for K - 1.0 and a thickness of the soft magnetic 
underlayer for K = 0.25, given by the following expression: 
T bl = K x (b si x Tm x T MW ) / 2(B S2 x ( Tm + T ww ) ) 



It is seen that the normalized write field intensity becomes 
approximately "1" at K = 1.0, whereas the normalized write field 
intensity sharply decreases in the vicinity of K = 0.25. 
Fabrication of magnetic recording media inevitably involves a 
certain range of thickness variations, and if the center value 
were settled in the region of drastic changes in field intensity, 
the field intensity itself would unfavorably make great changes 
due to the variations. Thus, in favor of mild variations of the 
write field intensity with respect to a change in the thickness of 
the soft magnetic underlayer and in terms of field intensity 
securability , the lower limit can be set to K = 0.25. This shows 
that the thickness of a soft magnetic underlayer needs to satisfy 
the following expression (6), as well as the expression (5), to 
reduce the dependency of the intensity of write magnetic field on 
soft magnetic underlayers: 

T bl > K x (b si x T m x Tww ) / 2 (B S2 x ( Tin + T WM ) ) (6) 

Where K =0.25. It is seen from Fig. 3 that the thickness Tbl 
of a soft magnetic underlayer, under the above - described 
conditions, adequately ranges from 0.05 to 0.2 Mm. The thickness 
of a soft magnetic underlayer of 0.2 Mm or less is significantly 
small as compared with the thickness of the soft magnetic 
underlayers of conventional double layered perpendicular magnetic 
recording media. 

The expressions (5) and (6) are derived on the condition that 
the track width be sufficiently smaller than the distance between 
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the main pole 1 and the auxiliary pole 2, or that the expression 
(3) hold. Besides, too small a distance between the main pole and 
another pole is inappropriate for perpendicular recording. 
Moreover, when the distance between the main pole and the 
5 auxiliary pole is small, the paths along which the magnetic flux 
extending from the main pole will not reach the soft magnetic 
underlayer but return to the auxiliary pole might become minor in 
reluctance, in which case the perpendicular component of the write 
magnetic field becomes weak. Accordingly, the distance between the 
1A: main pole and the auxiliary pole needs to be sufficiently greater 
:7l than the distance between the head top and the soft magnetic 
j?j underlayer. 

y The numerical conditions for satisfying the expression (3) 

are difficult to present in general form since they involve the 

ljfjjj ratios of the main and auxiliary poles to the overall size. 
j« Nevertheless, as far as realistic conditions are concerned, the 
Q satisfaction of the expression (3) requires a distance of 0.5 Mm 
or greater between the main and auxiliary poles, considering that 
the track width T ww needs to be 0.5 Mm or smaller to achieve a high 

20 recording density equivalent to or higher than existing ones, and 
that the main pole actually has a thick T m of the order of 0.5 Mm. 
That is, the effect of the track ends of the main pole typically 
comes into play to satisfy the expression (3) when the track width 
T ww is smaller than or equal to 0.5 Mm and the distance between the 

25 main and auxiliary poles is greater than or equal to 0.5 Mm. Here, 
the soft magnetic underlayer of the perpendicular magnetic 
recording medium may be set to, for example, 0.2 Mm or smaller in 



thickness T bl . 

The nature, principle, and utility of the invention will 
become more apparent from the following detailed description when 
read in conjunction with the accompanying drawings in which like 
parts are designated by like reference numerals or characters. 

BRIEF DESCRIPTION OF THE DRAWINGS 

In the accompanying drawings : 

Fig. 1 is a diagram explaining the magnetic flux inside a 
soft magnetic underlayer; 

Fig. 2 is a diagram explaining paths through which magnetic 
flux flows; 

Fig. 3 is a chart showing the simulation results which 
corroborate the present invention; 

Fig. 4 is a diagram explaining the cross sections of the 
paths through which magnetic flux flows on a conventional model; 

Fig. 5 is a diagram explaining the structures of a double 
layered perpendicular magnetic recording medium and a recording 
head; 

Fig. 6 is a diagram explaining the magnetic flux in the 
double layered perpendicular magnetic recording medium and the 
recording head; 

Fig. 7 is a chart showing the relation between a track width 
and the thickness of a soft magnetic underlayer in the present 
invention ; 

Fig. 8 is a diagram showing another example of the structure 
of the recording head to which the present invention is 




applicable; 

Fig. 9 is a schematic sectional view showing another 
structural example of the double layered perpendicular magnetic 
recording medium; and 
5 Fig. 10 is a schematic sectional view showing another 

structural example of the double layered perpendicular magnetic 
recording medium. 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENT 
1,0, Hereinafter, description will be given of an embodiment of 

r] the present invention. 

Fig. 5 is an enlarged view of a magnetic head and magnetic 
131 recording medium in a perpendicular magnetic recording system 

according to the present invention. The magnetic recording medium 
l|S is a double layered perpendicular magnetic recording medium having 
m a soft magnetic underlayer 6 and a recording layer 5 on its 

substrate 9. A coil 4 is wound around a main pole 1 of a recording 
head. A write current flowing through the coil 4 induces write 
field. The recording head also has an auxiliary pole 2 
20 magnetically coupled to the main pole 1, and is provided with a 
read element 8 between the auxiliary pole 2 and a lower shield 7 
opposed thereto. 

Fig. 6 is a diagram explaining the magnetic flux in the 
double layered perpendicular magnetic recording medium and the 
25 recording head. As shown in Fig. 6, the magnetic recording medium 
moves in the direction of the arrow, magnetization transitions 
being recorded onto the recording layer 5 under the main pole 1 . 



The region past the main pole 1 makes the region after recorded, 
and the portion ahead of the mail pole 1 is the region before 
recorded . 

In the present embodiment, the main pole 1 has a track width 
5 T ww of 0.4 Mm, a thickness T ro of 0.5 Mm, and a saturation flux 

density B S1 of 1.6 T. The auxiliary pole 2 has a width of 20 Mm, a 
thickness of 3 Mm, and a saturation flux density B s of 1.0 T. The 
distance G lw between the main pole 1 and the auxiliary pole 2 is 
5.0 Mm. The magnetic recording medium uses a CoCrPt ternary type 
1;& material of 25 nm in thickness for the recording layer 5, with a 
^ coercivity of approximately 3000 Oe. The soft magnetic underlayer 
Ijf 6 is made of CoNbZr, with a thickness T bl of 0.01 Mm and a 
il saturation flux density B s2 of 1.2 T. 

Fig. 7 shows the upper limit of the thickness of a soft 
1|S magnetic underlayer with respect to a track width, corresponding 
Ji to the expression (4), and the lower limit of the same 

corresponding to the expression (6) , along with the position of 
the present embodiment. In the present embodiment, 

20 B S1 x T m x Tww / 2 (B S2 * <T m + T^) ) =0.15 [Mm], 

and thus the thickness T bl of the soft magnetic underlayer 
satisfies 

25 0.15 * o.25 [Mm] < T bl = 0.1 [Mm] < 0.15 [Mm], 

falling in between the upper and lower limits. Here, the intensity 
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of write magnetic field under the auxiliary pole is approximately 
6000 Oe. The intensity of write magnetic field reaches 
approximately twice the coercivity, thereby offering favorable 
overwrite characteristics . 

5 The recording head described in the present embodiment has a 

two-pole structure consisting of a main pole and an auxiliary pole 
opposed thereto. Nevertheless, the present invention is applicable 
to any recording head pole structure which consists of a primary 
pole or primary poles for actual magnetic recording and a 
lfti secondary pole or secondary poles with a flux- returning function 

3 but not for recording, including the pole structure consisting of 

j™ three poles, a main pole between two auxiliary poles, as shown in 

=^ Fig. 8. 

Besides, the double layered perpendicular magnetic recording 
lSS medium described in the present embodiment has the recording layer 
]Z arranged directly on the soft magnetic underlayer (soft magnetic 
ill layer) . However, the present invention is applicable to a double 
layered perpendicular magnetic recording medium in which, as Fig. 
9 schematically shows in cross section, a Ti or other intermediate 
20 layer for controlling the orientabili ty of the recording layer is 
arranged on the soft magnetic underlayer. Moreover, the present 
invention is also applicable to a double layered perpendicular 
magnetic recording medium in which, as Fig. 10 schematically shows 
in cross section, an SmCo or other magnetic layer serving as a 
25 magnetic pinning layer for magnetic domain control is arranged 

under the soft magnetic underlayer. An NiAlP substrate, a glass 
substrate, and the like may be used as the substrate of the double 



layered perpendicular magnetic recording medium. Carbon or other 
material may be used for the protective layer. The soft magnetic 
underlayer may be formed of NiFe, FeAlSi, and the like, aside from 
the above-mentioned CoNbZr. The recording layer may be formed of 
5 CoCrTa, CoCrTaPt, FePt, and the like, aside from the above- 
mentioned CoCrPt. 

According to the present invention, the track width of the 
recording head can be incorporated into the design of thickness of 
the soft magnetic underlayer to reduce the soft magnetic 
lft- underlayer in thickness when the track width is small. This 
v.i permits a reduction in the fabrication time and in the cost of a 
jfi perpendicular magnetic recording system that uses a double layered 
jlT perpendicular magnetic recording medium. In addition, the medium 
improves in surface roughness, thereby allowing a reduction of the 
lfej head's flying height to facilitate the enhancement of recording 
^ density. 

i~[ While there has been described what is at present considered 

to be a preferred embodiment of the invention, it will be 
understood that various modifications may be made thereto, and it 
20 is intended that the appended claims cover all such modifications 
as fall within the true spirit and scope of the invention. 
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